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a) Description: 
Alluminum 
billet 


b) 6.00" x 6.250" x 2.00" thick 


c) Tolerance 
on length are +0.025"/-0.000",LE+/-0.008" 


d) Grain direction 
along 6.00" length 


e) Material: 
7075- T7351 (QQ-A-250/12) 


DMaterial certification 
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NO. 
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TITLE 


SADDLE BILLET, 7075 


01.03.30 
NEW ISSUE 


Rev. A 


SHEET 
1 Of 
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SCALE 
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SPECIFICATION CONTROL DRAWING 


. ~~ I" 
PURCHASE MATERIAL ACCORDING TO THE FOLLOWING TABLE. SPECIFY ALLOY, LENGTH x 
WIDTH x THICK (+0.030/-0.000), AND GRAIN DIRECTION AS SHOWN. 


TOLERANCES ON ALL DIMENSiONS ARE +0.0301-0.000. 


ALL DIMENSIONS ARE IN INCHES. 


Part No. 
Alloy 
Length 
Width 
Thick 
Grain 
.--- -" 
Direction 
( 
D6101-001) 
7075-T7351 
QQ-A-250/12 
6.000 
6.250 
2.000 
Alona 6.000 LenQth 


D610~ 
7075-T7351 
QQ-A-250/12 
7.875 
6.250 
2.000 
Alona 7.875 Lenath 


1)6101-005 
7075-T7351 
QQ-A-250/12 
5.000 
8.250 
2.500 
Alona 5.000 Lenath 


D6101-007 
7075-T7351 
QQ-A-250/12 
7.750 
8.250 
2.500 
AloOQ7.750 Lenath 


D6101-009 
7075-T7351 
QQ-A-250/12 
8.700 
8.250 
2.500 
Alona 8.700 LenQth 


06.101-011 
7075-T7351 
QQ-A-250/12 
9,700 
8.250 
2.500 .. 
Alona 9.700 Lenath 


D6101-013 
7075-T7351 
QQ-A.250/12 
10.100 
8.250 
2.500 
Alona 10.10 Lenath 
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. 
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~001/00g F-219 


SHIP TO: 
A M CASTlE 
& CO 
34C50NO. WOLF ROAD 
.. 
FRANKLIN PARK, IL 60131 
KAISER 
ALUMINUM 
Trentwood 
Works - SpoKane, WA 99215 
Phone: 
(800) 367-2586 


CERTIFIED TEST REPORT 
$OU~TO: 
AM CASTLE & Gel 
3400 NO. WOLF ROAD 
FRANKLIN PARK, IL 60131 


Serial Number 
4061386 


KAISER ORoEr:t NO: 
l.INE ITEM: 


1032379 


WORK 
PACKAGE, 
CUSTOMER 
PART NUMBER: 


6857 


CUSTOM~R 
PO NUMSER: 


01-81949 


..AMS-STO-Z154 
.BAC 5439/RevH 
DPS 4.713/RevN/AmdAF 


MI L-STD-2154 


CLAD; 


SHIP RUN/l.OAD 
ID: 


100608/12 


2-MAR-2006 


elL NUMBER; 


207623 


SHIP DATE: 


. ~, 


QUANTITY: 


4 PCS EST. 


AMS 4078/RevF 
ASTM B 209/Rev04 
BSS 7055/RevA. 
EAC MS1011/RevA 
MMS 159/RevN 


WEIGHT 
SHiPpeD: 


5758 LB 


Test Code: 
4297 
Test Results 


Lot: 
35S730A5 
Cast 878 
Drop OS 
Ingot 4 


Tensile: 
Temper 
T7351 


Dir / # Tests 
L.T 1 2 (Min;Max) 


Ultimate K5! (MPA) 
73:1-: 73.6 
(504: 507) 


Yield KSI (MPA) 
-62.4 :62.8 
(430: 433) 


Elongation % 
11.9 ; 11.9 
•,. 


Conductivity 
%IACS : 
(MSfM) : 


41.7 Min 
242 Min 


41.8 Max 
24.2 Max 


Chemistry: 
Actual 


51 
0.11 
FE 
CU 
0.191.44 


MN 
0.01 
MG 
2.45 
CR 
0.19 


ZN 
5.73 


TI 
0.02 
V 
0.01 


ZR 
OTHER 
0.00 
.. TOT 
0.03 


AllOY 
LIMITS 
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FE 
.. 
CU' 
MN 
0.001.20 
0.00 
0.50 
2.00 


OTHER 
EACH 
,TOT 


MAX 
0.05 
0.15 
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P0~2/008 
F-219 
KAISER 
ALUMINUM 
Tre'ntwood Works'- spokaf;le, WA 99215 
Phone; (800) 367~2586 


CERTIFIED TEST REPORT 


Serial Number 
4061386 


TEST NOTES 


Metal represented 
by this t(lst report was Immersion 


ultrasonically 
tested from one side and meets the Class A 


and Class 8 requirements 
01 all specificatiOI'\S 
referenced 


on this test report. 
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KAISER ALUMINUM a.CHEMICAL CORPORATION (KAI5ER)HEAEBY 
OEATu=ies THAT METAl- SH1PP.D I)ND~R THIS ORDER WAS MELTED AND MANUFACTURED IN THE: U.S.A. 
. .11.. 
N.0 HAS BEEN INSPECTED. TESTED. AND FOUND IN CONFORMANCE. WITH THE REQUlREMEN.T.S OF lHE ApPLICABLE SPE:OIf'IOATIO"lS AS IIolOICATIODH~REIN. 
ALL MHAL 
WHIC.H 
'.IS 
SOLUTION HEAT-TREATED COMPLIES WITH AMS 2772. ANY WARRANTY 1$ ~IM1Teo TO THAT SHOWN ON KAISER'S STANDARD GENERAL TERMS AND OONDI,IONS 
OF SALl':. 
.:. 
YEST AEPORTSARE 
ON f"J~€,SU9JECT TO ~XAMINATION. 
TEST REPORTS SHALL NOT BE REPRODUOEO EXCEPT IN ~ULL, WITHOUT TH!'; WRITII:N 
APPROVAL OF KAISER..' 
,". 
ALUMINUM & CHEMICAL CORPORATION LABORATORY. 
THE AECOAOING OF FAlse, 
FICTITIOUS, OR FRAUDULANT STATEMENTS OR ENTRiES ON THE CERTIFICATE MAye!" 
.' 
.' 
': 
.' 
. PlJNISHI'O ASA FELONYUNDER 
FEDERAL LAW.. ISO-S001:2000 OER'fIFIEO 
._ 
BilL POYNOR, LABORATORIES 
SUPERVISOR'- 
!kt....~ 


